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LISTING OF THE CLAIMS 

1 . (Original) A process for producing a resin suitable for use as extruded 
pipe comprising polymerizing ethylene or copolymerizing ethylene and an alpha- 
olefin comonomer comprising 3 to 10 carbon atoms, in the presence of a chromium 
and titanium-based catalyst activated by: 

(a) contacting said catalyst in a reactor at a temperature of between about 370- 
540°C (700-1000°F) with an atmosphere consisting essentially of an inert gas; and 
then 

(b) introducing an oxidant into said reactor so that the temperature of said 
reactor does not exceed about 510 6 C (950°F); and then 

(c) completing the activation of said catalyst in a reactor at a temperature of 
about 548-638X (1020-U80°F) under an oxidizing atmosphere. 

2. (Original) The process according to Claim 1 , wherein the temperature of 
said reactor in (a) does not exceed about 450°C (850°F). 

3 . (Original) The process according to Claim 1 , wherein the temperature of 
said reactor in (b) does not exceed about 450°C° (850°F), 

4. (Original) The process according to Claim 1, wherein the temperature of 
said reactor in (a) does not exceed about 400°C (750°F) and the temperature of said 
reactor in (b) does not exceed about 425°C (BOOT). 

5. (Original) The process according to Claim 1, wherein (c) further 
comprises completing the activation at said temperature and under said oxidizing 
atmosphere for a period of from 1 minute to 10 hours. 

6. (Original) The process according to Claim 5, wherein said period in (c) is 
from 4 to 7 hours. 



PAGE 6/8 * RCVD AT 9/15/2004 4:55:38 PM [Eastern Daylight Time] * SVR:USPTO-EFXRF-3/24 * DNIS:2731097 * CSID: * DURATION (mm-ss):02-38 



SEP-15-2004 16=35 



P. 07 



7« (Original) The process according to Claim 1, wherein said oxidizing 
atmosphere in (c) is an atmosphere consisting essentially of air, 

8. (Original) The process according to Claim 5, wherein said oxidizing 
atmosphere in (c) is an atmosphere consisting essentially of air. 

9. (Original) The process according to Claim 6, wherein said oxidizing 
atmosphere in (c) is an atmosphere consisting essentially of air. 

1 0. (Original) The process according to Claim 1 , wherein said resin has a 
density of 0.948-0.958 g/cm 3 according to ASTM D-4883 and a I 2 of 0,15-0.45 g/10 
min. according to ASTM D-1238. 

11-15. (Canceled) 



PAGE 7/8 * RCVD AT 9/15/2004 4:55:38 PWl [Eastern Daylight Time] * SVR:USPTO-EFXRF-3/24 * DNIS:2731097 * CSID: * DURATION (mm-ss):02-38 



